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© A cold rolled steel plate having excellent baking hardenability, non-cold-ageing characteristics and mol- 
dability, and a molten zinc-plated cold-rolled steel plate and a method of manufacturing the same. The structure 
of an annealed product is turned into mixed structure by positively adding Mn and Cr to a base material of very 
low carbon steel or very low carbon steel containing not less than one of Ti and Nb. This enables a steel plate 
having both a high paint-baking hardenability and a high non-cold-ageing characteristics as well as a high 
processability represented by an average r-value (deep drawing characteristics) to be obtained. Especially, the 
paint-baking hardenability is such that a cold-rolled steel plate and a molten zinc-plated cold-rolled steel plate 
which provide a BH amount as high as around 10 kgf/mm 2 as necessary, and which also have excellent non- 
cold-ageing characteristics, can be provided. 
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FIELD OF THE INVENTION 

The present Invention relates to a cold rolled steel sheet and a hot dip zinc-coated cold rolled steel 
sheet having excellent paint bake hardenability, non-aging properties and formabllity, and a process for 
5 producing the same. 

The cold rolled steal sheet according to the present invention is used for automobiles, electrical 
appliances and buildings after press forming. Moreover, the cold rolled steel sheet of the invention includes 
both a cold rolled steel sheet in a strict sense, namely, a cold rolled steel sheet without surface treatment, 
and a cold rolled steel sheet subjected to surface treatment such as Zn coating and alloyed Zn coating. 
10 Since the steel sheet of the invention has both strength and formability, the thickness of the sheet can be 
reduced, that is, the sheet can be lightened compared with conventional steel sheets, when used. 
Accordingly, the use of the sheet is considered to contribute to the maintenance of the global environment. 

BACKGROUND OF THE INVENTION 

75 

Since the recent progress of vacuum degassing molten steel has made the ingot-making of extremely 
low carbon steel easy, demand for extremely low carbon steel sheets having good formability has further 
been increasing. Among the steel sheets, those extremely low carbon steel sheets in which Ti and Nb are 
compositely added and which are disclosed, for example, in Japanese Unexamined Patent Publication 

20 (Kokai) Nos. 59-31827 and 59-38337 have extremely good formability, bake hardening (BH) properties and 
excellent hot dip zinc coating characteristics. Accordingly, the extremely low carbon steel sheets occupy an 
important position. However, the amount of BH of the steel sheets does not exceed the level of conventional 
BH steel sheets, and has a drawback that they cannot secure their cold non-aging properties when a further 
amount of BH is tried to be imparted thereto. 

25 Furthermore, there are many disclosures with regard to extremely low carbon steel sheets excellent in 
formability and containing neither Ti nor Nb, for example, in Japanese Examined Patent Publication 
(Kokoku) No. 53-22052, and Japanese Unexamined Patent Publication (Kokai) Nos. 58-136721 and 58- 
141335. 

On the other hand, many attempts have heretofore been made to increase the strength of steels while 

30 the formability thereof is being secured. Particularly, in the case of steels which have a tensile strength from 
30 to 50 kgf/mm 2 and to which the present invention relates, the strength thereof has been increased by 
adding P, Si, etc., to the steels and utilizing these solid solution strengthening mechanisms. For example, 
Japanese Unexamined Patent Publication (Kokai) Nos. 59-31827 and 59-33837 disclose processes for 
producing high strength cold rolled steel sheets having a tensile strength of up to a class of 45 kgf/mm 2 by 

35 adding mainly Si and P to extremely low carbon steel sheets to which Ti and Nb have been added. 
Japanese Examined Patent Publication (Kokai) No. 57-57945 disclose a typical prior technique relating to a 
process for producing a high strength cold rolled steel sheet by adding P to an extremely low carbon steel 
to which Ti has been added. 

Moreover, in extremely low carbon steels containing neither Ti nor Nb, Japanese Examined Patent 

40 Publication (Kokoku) No. 58-57492 and Japanese Unexamined Patent Publication (Kokai) No. 58-48636 
disclose techniques for highly strengthening steels by adding P, and Japanese Unexamined Patent 
Publication (Kokai) No. 57-43932 discloses a technique for utilizing Si. 

As described above, heretofore P firstly and Si secondly have often been used as strengthening 
elements for reasons as described below. It has been considered that the addition of small amounts of P 

45 and Si increases the strength of a steel because of their very high solid solution strengthening capability, 
that the addition does not lower the ductility and deep drawability of the steel much, and that the addition 
cost does not increase much. However, in reality, when strengthening the steel with only these elements is 
tried, not only the strength but also the yield strength of the steel increases significantly. As a result, 
defects of surface shapes are sometimes formed, and the use of the steel for automobile panels may 

so sometimes be restricted. Moreover, when the steel is hot dip coated with zinc, Si in the steel may induce 
the formation of poor coating, and P and Si may markedly lower the alloying rate. Accordingly, the addition 
of P and Si has a problem that they may lower th productivity of the ste I products. 

On the other hand, the use of Mn and Cr as solid-solution strengthening elements is also known. 
Japanese Unexamined Patent Publication (Kokai) Nos. 63-190141 and 64-62440 disclose techniques for 

55 adding Mn to Ti-containing extremely low carbon steel sheets, and Japanese Examined Patent Publication 
(Kokoku) No. 59-42742 and Japanese Examined Patent Publication (Kokoku) No. 57-57945 which is 
mentioned above disclose techniques for adding Mn and Cr to extremely low carbon steels to which Ti has 
b en added. 
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Moreover, Japanese Unexamined Patent Publication (Kokai) No. 2-111841 discloses a cold rolled steel 
sheet and a hot dip zinc-coated steel sheet which have bake hardenability and good formability and which 
are prepared by adding Mn in an amount from at least 1.5% to less than 3.5% to an extremely low carbon 
steel prepared by adding Ti. Mn is added in a large amount for the purpose of lowering the Ar 3 

5 transformation point leading to the stabilization of the operation of hot rolling and forming a uniform metal 
structure. Moreover, the patent publication discloses the addition of Cr and V in an amount from 0.2 to up to 
1 .0% for the purpose of further improving the ductility. However, the invention is not based on the idea that 
the addition of large amounts of Mn and Cr improves mechanical properties, particularly a balance between 
the strength and the ductility. Furthermore, the amount of BH does not deviate from the conventional level 

10 in the invention, and the invention does not make the bake hardenability which is higher than conventional 
values compatible with the non-aging properties. 

Furthermore, Japanese Unexamined Patent Publication (Kokai) No. 62-40352 discloses a technique for 
adding Mn to an extremely low carbon steel containing neither Ti nor Nb. However, the invention of the 
patent publication can be concluded as follows: (i) the addition of Mn and Cr plays only an auxiliary role of 

75 P and Si which are principal addition elements, and therefore the cold rolled steel sheet thus obtained has a 
high yield strength compared with its strength; and (ii) Mn and Cr are not added for purposes other than (i), 
for example, they are added for the purpose of neither (a) making the structure subsequent to annealing a 
mixed structure, nor (b) improving the work hardenability, nor (c) imparting BH to the steel, nor (d) 
improving the secondary formability, nor (e) improving the coating properties of the hot dip zinc coating. 

20 Still furthermore, Japanese Unexamined Patent Publication (Kokai) Nos. 58-48636 and 57-203721 
disclose processes for producing cold rolled steel sheets having excellent bake hardenability and deep 
drawability by adding a large amount of B to extremely low carbon steels to which Ti and Nb have not been 
added, and annealing at a temperature from 730 • C to the A3 point. However, these cold rolled steel sheets 
are composed of a ferrite single phase structure as a prerequisite of the invention bite different from the 

25 present invention. 

In contrast to the steel sheets having a ferrite single phase structure as described above, steel sheets 
having composite structures are also known. These steel sheets are exemplified by the so-called Dual 
Phase steel (DP steel) in which a ferrite phase and a martensite phase are present in a mixture and which is 
prepared by adding alloying elements such as Si, Mn and Cr to a low carbon aluminum-killed steel, and 

30 optimizing a continuous annealing temperature and a subsequent cooling rate. Such a DP steel is known to 
have an extremely low yield ratio (YR) though it has a high strength, and is also known to have non-aging 
properties and a high BH. However, the DP steel has a drawback that it has a r-va!ue as low as about 1.0 
and a poor deep drawability. In addition, processes for producing such cold rolled steel sheets are 
disclosed in Japanese Examined Patent Publication (Kokoku) No. 53-39368 and Japanese Unexamined 

35 Patent Publication (Kokai) Nos. 50-751 13 and 51-39524. 

In contrast to these composite structure steel sheets prepared from low carbon aluminum-killed steels, 
Japanese Examined Patent Publication (Kokoku) Nos. 3-2224 and 3-21611 and Japanese Unexamined 
Patent Publication (Kokai) No. 3-277741 disclose composite structure steel sheets prepared from extremely 
low carbon steels. In the preparation of these steel sheets, Ti is further compositely added to extremely low 

40 carbon steels in addition to large amounts of Nb and B, and a composite structure of a ferrite phase and 
phases transformed at a low temperature are formed after annealing, whereby cold rolled steel sheets 
having a high r-value, a high BH, a high ductility and cold non-aging properties are obtained. 

Particularly with regard to Japanese Unexamined Patent Publication (Kokai) No. 3-277741 , the patent 
publication discloses a technique for providing a steel sheet having a bake hardenability, non-aging 

45 properties and in addition formability wherein a steel prepared by adding Nb, B and Ti, and in addition Mn 
and Cr to an extremely low carbon steel is annealed at a temperature from at least Aci -50 * C to less than 
the Aci transformation point to form a structure consisting of a composite structure composed of acicular 
ferrite having a volume ratio of up to 5% and ferrite. However, as a result of detailed investigation by the 
present inventors, it has become evident that the technique has the following problems. That is, in a 

50 composite structure steel sheet having a second phase in an amount of up to 5% by volume, imparting BH 
to the steel at least at a conventional level, namely, in an amount exceeding 5 kgf/mm 2 is difficult, and when 
the amount of BH exceeds 5 kgf/mm 2 , the YP-EI sometimes exceeds 0.2%, securing the non-aging 
properties of the steel thus being found to be extremely difficult. For example, a Nb-containing steel 
containing 0.004% of C, 0.01% of Si, 1.5% of Mn, 1.0% of Cr, 0.05% of P, 0.025% of Nb, 0.04% of Al, 

55 0.0025% of N and 0.01 % of S has been annealed while the holding temperature has been changed in the 
range from 840 to 865 *C whereby the volume ratio of the second phase has been changed from 0 to 20%, 
and the relationship between the amount of BH and the YP-EI after artificially aging the steel has been 
xamined. The results thus obtain d are shown in Fig. 1. It is clear from Fig. 1 that securing the non-aging 
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properties of the steel becomes difficult when the steel contains the second phase in an mount of up to 5% 
by volume. This is probably caused by an insufficient density of migrational dislocations introduced into the 
ferrite because of a small volume ratio of the second phase. 

Furthermore, Japanese Unexamined Patent Publication (Kokai) No. 60-197846 discloses a technique for 
5 obtaining a steel having such properties as described above by adding a large amount of B to an extremely 
low carbon steel containing neither Ti nor Nb. However, as a result of intensively examining the technique, 
the present inventors have found that forming a composite structure by adding such a large amount of B 
involves problems as described below: 

1) A steel containing such a large amount of B does not lower its Aci transformation point. As a result, to 
10 obtain a composite structure, annealing the steel at an extremely high temperature becomes essential, 

resulting in troubles such as rupture of the steel sheets during continuous annealing. 

2) Since the temperature range of a + > of the steel is extremely narrow, the structure may change in the 
width direction, or the material of the steel may greatly vary, or a composite structure may be formed or 
may not be formed when the annealing temperature changes in a magnitude of several degrees 

15 centigrade. The production of the steel therefore becomes extremely unstable. 

3) The addition of B in a large amount brings about the deterioration of the steel ductility. 

4) The addition of B in a large amount causes the formation of a defective metallic coating. The steel is 
therefore inappropriate for a hot dip zinc-coated steel sheet. 

5) Moreover, imparting BH in an amount of at least 5 kgf/mm 2 becomes not only difficult, the steel to 
20 which BH is imparted in an amount exceeding 5 kgf/mm 2 exhibits a YP-EI exceeding 0.2% after artificial 

aging. As a result, the non-aging properties of the steel are not secured. 

As described above, there have been several proposals on composite structure steel sheets in 
extremely low carbon steels. However, the amount of BH does not deviate from the conventional level at all, 
and the non-aging properties remain at a level only slightly exceeding the conventional one. 

25 

DISCLOSURE OF THE INVENTION 

Steel sheets used for panels of automobiles are strictly required to have good surface shaping 
properties, for example, not forming a springback and a surface strain after pressing. The surface shaping 
30 properties of steel sheets are known to become preferable as the yield strength becomes low. However, 
highly strengthening steel sheets generally involves a considerable increase of the yield strength as 
described in the prior art. Accordingly, in the case of increasing the strength of steel sheets, it is required to 
inhibit the increase of the yield strength as much as possible. 

Moreover, steel sheets are required to have resistance to dent formation after press forming. The 
35 resistance to dent formation herein signifies that the steel sheets have resistance to a permanent recessed 
deformation of the steel sheets when an assembled automobile is hit with a stone, etc. The resistance to 
dent formation of a steel sheet becomes high as the deformation stress subsequent to press forming and 
paint baking becomes high if the sheet thickness is constant. Accordingly, among steel sheets having the 
same yield strength, those steel sheets which have a higher paint bake hardenability and a higher working 
40 hardenability exhibit a more improved resistance to dent formation. 

It can be concluded from the above illustration that a steel sheet desirable for panels, etc., of 
automobiles is one that has not so high a yield strength, that work hardens significantly, and that has a high 
paint bake hardenability at the same time. The steel sheet is naturally required to be excellent in formability 
such as an average r-value (deep drawability) and elongation (bulging characteristics) and substantially non- 
45 aging at room temperature. 

The present invention satisfies the desire as described above, and an object of the invention is to 
provide a cold rolled steel sheet and a hot dip zinc-coated cold rolled steal sheet to which, particularly with 
regard to the paint bake hardenability, BH can be imparted in an amount as high as about 10 kgf/mm 2 in 
accordance with its application, which has both non-aging properties (YP-EI: less than 0.2 after artificial 
50 aging) and formability, and which has not been obtained in the known literature as described above. 

The present inventors have carried out intensive research to achieve the object as described above, 
and obtained novel knowledge as described below. 

That is, an extremely low carbon steel containing neither Nb nor Ti and an extremely low carbon steel 
containing Nb and/or Ti have been used as base steels, and the effects of the addition of B, Mn and Cr to 
55 the base steels on relationships between structures and tensile strength after cold rolling, annealing and 
temper rolling have been investigated in detail while much attention has been paid to Aci and a- 7 
transformation behaviors of the steels during annealing. Although a composite structure comprising ferrite 
and phases transformed at low temperature have been obtained by adding B in an amount of at I ast 
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0.0040% as a result of the investigation, the following results have been confirmed: 1) annealing the steel at 
a temperature fairly high compared to conventional ones is essential to obtain the composite structure; 2) 
since the temperature range for making the steel have the desired composite structure is extremely narrow, 
variation in the steel materials during production is extremely great; 3) it is difficult to impart BH in an 

5 amount of at least 5 kgf/mm 2 to such a steel, and in addition the yield point elongation (YP-EI) of the steel 
after artificial aging exceeds 0.2% when the steel has BH in an amount of at least 5 kgf/mm 2 , securing the 
cold non-aging properties becoming impossible; and 4) the steels are extremely sensitive to cooling 
conditions after annealing, and the sensitivity also makes the material characteristics of the steels such as 
the amount of BH and the average r-value markedly unstable. Moreover, when Ti and/or Nb is added, 

io similar tendencies have been observed in either of the following cases: composite addition of Nb and B, 
composite addition of Ti and B, and composite addition of Nb, Ti and B. 

In contrast to the above-mentioned steels, the results as described below have been obtained from 
steels which have been prepared by adding Mn and/or Cr to the above-mentioned extremely low carbon 
steel and which have been made to contain greater than 5% of the phases transformed at low temperature 

15 based on the entire volume. 

1) Since these elements are 7-phase-forming ones, the steels have the low a-+ y transformation point, 
and do not require so high an annealing temperature though they are extremely low carbon steels. 

2) In addition, since the steels have an extremely wide a +7 dual phase region, variation in the materials 
during production is extremely small. 

20 3) Furthermore, BH in an amount of at least 5 kgf/mm 2 can be easily imparted to the steels. Even when 
BH in an amount of about 10 kgf/mm 2 is imparted to the steels, the YP-EI after artificial aging does not 
exceed 0.2%. Accordingly, the very excellent non-aging properties and bake hardenability are found to 
be compatible with each other in the steels. According to the present inventors' inference, the 
compatibility is probably brought about by the higher migrational dislocation density in the low 

25 temperature transformation product and ferrite introduced therearound in the steels in which a mixed 
structure is formed by adding Mn and Cr than in steels having a composite structure formed by 
composite addition of B. 

4) Furthermore, it is one of the important characteristics of the steels that mixed structure steel sheets in 
which Mn and Cr have been added exhibit good mechanical properties such as the r-value and BH 
30 regardless of cooling conditions after annealing, and that the steel sheets can therefore be easily 
produced. The improvement of the r-value becomes significant when Ti and Nb are not added. 
Moreover, even those steels to which Mn and Cr have been added cannot exhibit these properties when 
an excessively large amount of B (at least 0.0030% by weight) is added. 

The influence of Mn, Cr, P and Si which are intended to be used as strengthening elements for highly 
35 strengthening steels on mechanical properties of the steels has been investigated with regard to each of the 
elements, and as a result novel knowledge as described below has been obtained. 

That is, it has been found that Si and P which have heretofore been often used as solid solution 
strengthening elements a) significantly increase firstly the yield strength of steels when added thereto in 
trace amounts, and b) as a result markedly reduce the working hardenability of the steels in a low strain 
40 region. 

On the other hand, there has been obtained the following extremely important novel knowledge that the 
addition of Mn and Cr which have heretofore been seldom used a) barely not increases the yield strength of 
steels and increases the tensile strength, and b) as a result rather increases the working hardenability 
thereof in a low strain range. 

45 This is probably the reason why the steel of the present invention exhibits a low yield ratio, in addition 
to the formation of a mixed structure caused by the addition of Mn and Cr. Moreover, such a reduction of P 
and Si in the steel is also significant in that the reduction lowers the a->y transformation point. 

Furthermore, the present inventors have found that the steel of the present invention has advantages as 
a hot dip zinc-coated cold rolled steel sheet. That is, a steel to which Si and P have been added in large 

so amounts is known to exhibit deteriorated coating properties at the time of hot dip coating with zinc and in 
addition a delayed alloying reaction after coating. However, even when a steel to which Mn and Cr have 
been added contains at the same time large amounts of Si and P, its hot dip zinc coating properties are 
found not to be impaired. The present inventors have further investigated the influence of B, and found that 
a large amount of B in the steel exerts adverse effects on the coating properties in hot dip coating with zinc, 

55 and alloying r action characteristics of the steel. 

The present invention has been achieved based on such an idea and such novel knowledge, and the 
subject matter of the invention is as described below. 
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That is, the present invention relates to a cold rolled steel sheet and a hot dip zinc-coated cold rolled 
steel sheet having a mixed structure comprising a low temperature transformation product and ferrite, which 
is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, 
from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, 

5 from 0.0003 to 0.0060% of N, optionally less than 0.0030% of B, said B satisfying the condition B/N£1.5, 
and from 0.01 to 3.0% of Cr, and the balance Fe and unavoidable impurities. 

Furthermore, the present invention relates to a process for producing a cold rolled steel sheet or hot dip 
zinc-coated cold rolled steel sheet, which comprises finish hot rolling a slab having the components as 
described above at a temperature of at least (Ar 3 -100)*C, coiling the rolled product at a temperature from 

w 800 *C to room temperature, cold rolling the product at a draft of at least 60%, continuously annealing the 
resultant sheet at a temperature from at least the a-+ y transformation point to up to the AC3 
transformationpoint, or hot dip coating the resultant sheet with zinc, for example, by in-line annealing type 
procedure wherein the annealing temperature is set at a temperature from at least the a-+y transformation 
point to up to the Ac 3 transformationpoint. 

75 Furthermore, the present invention relates to a cold rolled steel sheet or hot dip zinc-coated cold rolled 
steel sheet having a mixed structure comprising a low temperature transformation product in an amount 
exceeding 5% by volume based on the total volume and ferrite, which is composed of, in terms of 
percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn, 
from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% 

20 of N, less than 0.0005% of B, one or two elements selected from the group consisting of Ti in an amount 
from 0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, optionally from 0.01 to 3.0% of Cr, and the 
balance Fe and unavoidable impurities. 

Still furthermore, the present invention relates to a process for producing a cold rolled steel sheet or hot 
dip zinc-coated cold rolled steel sheet, which comprises finish hot rolling a slab having the components as 

25 described above at a temperature of at least (Ar 3 -100) • C at the time of hot rolling, coiling the rolled product 
at a temperature from 800 °C to room temperature, cold rolling the product at a draft of at least 60%, 
continuously annealing the resultant sheet at a temperature from at least the a-^y transformation point to up 
to the AC 3 transformation point, or hot dip coating the resultant sheet with zinc, for example, by an in-line 
annealing type procedure wherein the annealing temperature is set at from at least the a— y transformation 

30 point to up to the Ac 3 transformation point. 

DETAILED DESCRIPTION OF THE DRAWING 

Fig. 1 is a graph showing a relationship between the volume ratio of the second phase and the BH, and 
35 one between the volume ratio and the YP-EI after artificial aging. 

BEST MODE FOR PRACTICING THE PRESENT INVENTION 

The reasons for restricting the steel compositions and the production conditions as described above are 

40 further illustrated below. 

C: C is an extremely important element that determines the material properties of products. An 
extremely low carbon steel having been vacuum degassed is a prerequisite of the present invention. Since 
the steel containing less than 0.0005% of C lowers its grain boundary strength and exhibits deteriorated 
secondary formability, the lower limit of C is defined to be 0.0005%. On the other hand, since the steel 

45 containing greater than 0.0070% of C exhibits deteriorated formability and cannot secure its cold non-aging 
properties, the upper limit of C is defined to be 0.0070%. 

Si: Si is known to be as an element which increases the strength of the steel at low cost, and the 
addition amount of Si varies depending on the desired strength level of the steel. However, the steel 
containing greater than 0.8% of Si exhibits an excessively high yield strength, and produces a surface strain 

so at the time of press forming. Moreover, the a-+y transformation point rises, and the annealing temperature 
of the steel for obtaining the mixed structure becomes considerably high. Furthermore, the steel comes to 
hav probl ms such as lowering of the sensitivity to chemical conversion, lowering of the adh sion of hot 
dip zinc coating, lowering of the productivity caused by the retardation of alloying reaction, and the like. The 
lower limit of Si is defined to be 0.001% in view of the steel production techniques and the cost. 

55 Mn, Cr: Mn and Cr are the most important elements in the present invention. That is, since Mn and Cr lower 
the a-*? transformation point of the steel, the steel does not require a very high temperature for forming the 
mixed structure. In addition, since Mn and Cr widen the a + 7 dual phase region, the volume ratio of the 
mixed structure can be easily controlled. As a result, there is less variation of the steel material during the 
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production, and the addition improves the productivity. Furthermore, BH in an amount of at least 5 kgf/mm 2 
which cannot usually be obtained can be easily imparted to the mixed structure steel sheet obtained by 
utilizing Mn and Cr. The steel sheet thus having BH even in an amount of at least 5 kgf/mm 2 exhibits very 
excellent non-aging properties. The properties are peculiar to the mixed structure steel sheet obtained by 

5 utilizing Mn and Cr, and cannot be obtained from a ferrite single phase structure steel sheet and a 
composite structure steel sheet obtained by adding a large amount of B Furthermore, it is an important 
point that the steel to which Mn and Cr have been positively added exhibits an almost non-deteriorated r- 
value even when annealed in the a + 7 dual phase region, though an ordinary steel is known to exhibit a 
markedly lowered r-value when annealed in the a + 7 region. 

10 Still furthermore, Mn and Cr are effective solid solution strengthening elements which increase the 
strength of the steel without greatly increasing the yield strength of the steel, improve the chemical 
conversion properties, and have the effect of improving hot dip zinc coating properties. In the present 
invention, Mn is an essential element, and Cr is optionally added. That is, Mn is more effective than Cr in 
lowering the a-+y transformation point and widening the a+7 dual phase region, and therefore Mn is 

75 utilized. Since Cr has excellent effects on improving the BH, enhancing the work hardenability, and the like, 
it is added to the steel when these properties of the steal are desired to be further improved. 

The steel to which Mn has been added in an amount of less than 0.3% does not significantly exhibit the 
effects as described above when Ti and Nb are not added. Accordingly, the lower limit of Mn is defined to 
be 0.3%. On the other hand, since the steel to which Mn has been added in an amount greater than 4.0% 

20 does not form a good mixed structure, the upper limit is defined to be 4%. Moreover, when Ti and Nb are 
added to the steel, the resultant steel does not exhibit the effects as described above significantly if the 
addition amount of Mn is less than 0.8%. The steel does not form a good mixed structure when the addition 
amount of Mn exceeds 4%. Accordingly, the addition amount of Mn is defined to be in the range from 0.8 
to 4.0%. 

25 Furthermore, since the steel to which Cr has been added in an amount of less than 0.01 % does not 
exhibit the addition effects, the lower limit is defined to be 0.01%. Since the steel to which Cr has been 
added in an amount greater than 3.0% does not form a good mixed structure, the upper limit is defined to 
be 3.0%. 

P: P is known, similarly to Si, to increase the strength of the steel at low cost. The addition amount of P 
30 varies in accordance with the desired strength. The steel to which P has been added in an amount greater 
than 0.15% requires a markedly high temperature of annealing to form a mixed structure and exhibits an 
excessively increased yield strength which causes a defective surface shape during pressing. Moreover, the 
steel exhibits an extremely retarded alloying reaction during continuous hot dip zinc coating, and lowers the 
productivity. The steel also exhibits deteriorated secondary formability. Accordingly, the upper limit is 
35 defined to be 0.15%. Furthermore, the lower limit is defined to be 0.003% in view of the steel production 
techniques and the cost. In addition, the lower limit of P is preferably defined to be 0.005% in view of such 
points as described above when Ti and Nb are added. 

S: Through a smaller amount of S in the steel is preferable, the production cost of the steel becomes 
high when the amount of S is made less than 0.0005%. Accordingly, the lower limit of the amount of P is 
40 defined to be 0.0005%. On the other hand, when the amount of Mn in the steel exceeds 0.015%, MnS is 
precipitated in a large amount, whereby the formability of the steel is deteriorated. Accordingly, the upper 
limit of the amount of S is defined to be 0.015%. In addition, in the case of adding Ti and Nb, the lower 
limit of the amount of S in the steel is preferably defined to be 0.001% for the same reason as described 
above. 

45 Al: Through Al is used for deoxidation of the steel and fixing N, Al in an amount less than 0.005% in the 
steel is not sufficient to achieve the effects. On the other hand, the use of Al in an amount greater than 
0.20% makes the steel costly. Accordingly, the upper limit of the amount of Al is defined to be 0.20%. In 
addition, in the case of adding Ti and Nb, the upper limit of the amount of Al is preferably defined to be 
0.1 % for the same reason as described above. 

50 N: A smaller amount of N in the steel is preferable. However, when the amount of N is made less than 
0.0003%, the steel becomes very costly. On the other hand, when the amount of N therein is excessively 
large, the use of Al in a large amount becomes necessary, and the formability of the steel is deteriorated. 
Accordingly, the upper limit of the amount of N is defined to be 0.0060%. 

Ti, Nb: Ti and Nb play the role of securing the formability and non-aging properties of an xtremely low 

55 carbon steel by fixing all or part of N, C and S. Mor over, Ti and Nb refine crystal grains of a hot rolled 
steel sheet, and make the formability of the product sheet good. Accordingly, Ti and Nb ar added to the 
steel wh n such properties are further required. When the amount of Ti and Nb is less than 0.003%, the 
addition effects cannot be achieved. Accordingly, the lower limit of the amount of Ti and Nb is d fined to be 
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0.003%. On the other hand, since the use of Ti and Nb in an amount greater than 0.1% brings about a 
marked increase in the alloy cost, the upper limit of the amount of Ti and Nb is defined to be 0.1%. 

B: Since B is effective in preventing secondary work embrittlement, it may be added. However, to 
secure cold non-aging properties of the steel in the case where the amount of BH exceeds 5 kgf/mm 2 while 

5 the formability thereof is being taken into consideration, the addition amount of B is defined to be less than 
0.0030% when Ti and Nb are not added, or less than 0.0005% when Ti and/or Nb is added. 

In addition, in the former case, it is preferable that B should be added in view of the formability of the 
steel so long as the condition B/N31.5 is satisfied. 

Subsequently, reasons for restricting the production conditions will be illustrated below. 

w A steel having a composition as described above is prepared at first, and cast to give a slab using a 
conventional continuous casting equipment. In the continuous casting, a slab having a thickness comparable 
to that of a hot rolled sheet may be cast by the so-called synchronous continuous casting process in which 
there is no relative speed difference between the slab and the inner wall of the mold, for example, by a 
process of a single roll type, twin roll type, or belt type. 

75 The slab is then heated at a temperature from 1000 to 1300 *C, and hot rolled. From the standpoint of 
securing the formability of the product sheet, the slab is finish hot rolled at a temperature of at least (Ara- 
100) # C, and coiled. Coiling is carried out at a temperature from 800 *C, preferably 750 °C, to room 
temperature. That is, the present invention is characterized by its product material which is insensitive to 
the coiling temperature after hot rolling. Since Mn, Cr, etc., are added in fairly large amounts, the hot rolled 

20 sheet has a significantly fine and uniform structure. The insensitivity of the product is considered to be 
partly due to the structure. For the purpose of preventing the yield lowering caused by the material 
deterioration at both edges of the coil, the upper limit of the coiling temperature is defined to be 800 *C. 

The hot rolled steel strip thus obtained is used in cold rolling. Conventional conditions are satisfactory 
for the cold rolling. To secure deep drawability of the steel strip after annealing, the draft is defined to be at 

25 least 60%. 

The cold rolled strip thus obtained is annealed. That is, the cold rolled steel strip is transferred to a 
continuous annealing furnace, optionally overaged, and annealed under predetermined conditions. When the 
steel strip is to be coated with zinc, it is annealed using the continuous annealing furnace, transferred to an 
off-line coating bath, and subjected to coating treatment. In this case, the cold rolled steel strip may also be 

30 subjected to coating treatment after transferring the strip to the continuous hot dip zinc coating equipment 
of an in-line annealing type. 

In the present invention, such conditions for annealing are important to obtain a mixed structure of 
ferrite and phases transformed at low temperature (second phase) such as acicular ferrite, martensite, 
austenite or bainite. Particularly when Ti and/or Nb is added, the conditions are important because the 

35 phase transformed at low temperature is required to be formed in an amount of at least 5% based on the 
entire volume. 

That is, when Ti and Nb are not added, C in the steel is in a state of being dissolved thereinto. As a 
result, the steel exhibits a good bake hardenability. However, to improve the non-aging properties of the 
steel, the steel should be heated to the austenite region to precipitate a second phase and form a mixed 
40 structure by heating the steel. In this case, even when the amount of the second phase precipitation is up to 
5%, there can be obtained a steel having the YP-EI mentioned above of less than 0.2%. However, to obtain 
a steel stably having non-aging properties, the precipitation amount should preferably be made greater than 
5%. 

On the other hand, in the case of adding Ti and Nb to the steel, Ti and Nb form carbides, and therefore 
45 C is in a precipitated state. Accordingly, for the purpose of improving the bake hardenability of the steel, the 
carbides should be dissolved in the steel to form dissolved C. It is therefore important to heat the steel to 
the austenite region and dissolve the carbides. Heating the steel in this temperature region significantly 
improves the non-aging properties Fig. 1 shows a relationship between the volume ratio % of the second 
phase and the amount of BH and a relationship between the volume ratio % of the second phase and the 
so YP-EI after artificial aging. The YP-EI drastically decreases to become less than 0.2% when the volume ratio 
of the second phase exceeds 5%, and becomes approximately 0 when the volume ratio is near 8%. That is, 
the steel is capable of becoming substantially in a non-aging state at room t mperature. The amount of BH 
drastically increases to become at least 5 kgf/mm 2 when the volume ratio of the second phase exceeds 5%, 
and becomes approximately 10 kgf/mm 2 when the volume ratio is 20%. 
55 Accordingly, in the case of this ste I, it becomes important that the volume ratio of the second phase 
should exceed 5%. 
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(Conditions for annealing cold rolled steel strip) 

The cold rolled steel strip is soaked in an annealing furnace in a temperature range from at least the 
a->y transformation point to up to the Ac 3 transformation point. 
5 When the soaking temperature is less than the 0—7 transformation point, the second phase characteris- 
tic to the present invention, namely, the low temperature transformation product, cannot be obtained. 
Moreover, since the steel which has been annealed at a temperature exceeding the Aca transformation point 
exhibits markedly deteriorated formability, the upper limit of the annealing temperature is defined to be the 
AC3 transformation point. 

10 Although the rate of heating the steel to the soaking temperature is not specified, the rate is preferably 
in a range from 5 to 20 'C/sec. In addition, the steel may also be heated rapidly at a rate of about 
1000 'C/sec. 

The soaking time is in a range from 0 to several minutes. 

Although the average cooling rate of the steel from the soaking temperature is not specified, the steel is 
15 cooled at a rate of preferably up to 30 • C/sec in the temperature range from 650 to 750 *C when the 
product is particularly required to have a low yield strength and a high ductility, and preferably at least 
30 • C/sec when the product is particularly required to have an excellent bake hardenability and non-aging 
properties. 

In addition, in the case of adding Ti and/or Nb, the volume ratio of the second phase can be made 
20 greater than 5% by controlling the soaking temperature in the range mentioned above in accordance with 
the chemical components of the steel. 

(Conditions for annealing hot dip zinc-coated cold rolled steel strip) 

25 Although the rate of heating the coated cold rolled steel strip to the soaking temperature is not 
specified, the strip is heated preferably at a rate in a range from 3 to 30° C/sec. In addition, the strip may 
also be heated at a high rate of approximately 1000 •C/sec. 

The soaking temperature and the holding time may be similar to those of the cold rolled strip. 
The steel strip is cooled at a rate from 1 to 600 * C/sec from the soaking temperature, and coated with 
30 zinc by immersing the strip in a coating bath (temperature: 420 to 520 *C, Al concentration in the bath: 0.05 
to 0.3%). 

The cooling rate may be varied in accordance with desired conditions for the products as in the case of 
the cold rolled steel sheet. 

After coating the steel strip with zinc, the strip is heated at a rate from 1 to 1000* C/sec, held at a 
35 temperature in a range from 480 to 600 *C for 1 to 60 sec, and cooled at a rate from 1 to 200 • C/sec to 
room temperature, whereby alloying treatment of the zinc coating is achieved. 

The cold roiled steel strip and the hot dip zinc-coated steel strip are produced as described above, and 
then they are optionally temper rolled at a draft from 0.1 to 2%. 

According to the present invention, there can thus be obtained a steel sheet having a low yield strength, 
40 a significant work hardenability and a high paint bake hardenability, and excellent in an average r-value 
(deep drawability) and an elongation (bulging properties). Especially with regard to the paint bake 
hardenability, a large amount of BH of about 10 kgf/mm 2 can optionally be imparted to the steel sheet, and 
the present invention may provide a cold rolled steel sheet or hot dip zinc-coated cold rolled steel sheet 
which has in addition non-aging properties. 
45 The present invention will be illustrated below by reference to examples. 

Example 1 

Steel slabs having compositions as shown in Table 1 were prepared, and hot rolled under the following 
50 conditions to give steel strips each having a thickness of 4.0 mm: a slab heating temperature of 1200*C, a 
finish temperature of 902 *C and a coiling temperature of 700 'C. The steel strips were pickled, and cold 
rolled at a draft of 80% to give cold rolled steel sheets each having a thickness of 0.8 mm. The steel sheets 
were continuously annealed under the following conditions: a heating rate of 10 'C/sec, a soaking 
temperature from 810 to 950 °C and a soaking time of 50 sec, an average rate of cooling to 650 °C of 
55 5* C/sec, and an av rage rate of cooling from 650 *C to room temperature of 80 • C/sec. The resultant 
sheets were further temper rolled at a draft of 1.0%. Tensile test piec s of JIS No. 5 were taken from the 
sheets, and t nsile tested. The tensile test results are summarized in Table 2. 
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The amount of WH herein designates an amount of work hardening when a tensile strain of 2% is 
imparted to the test pieces in the rolling direction, and is obtained by subtracting a yield stress (YP) from a 
2% deformation stress. Moreover, the amount of BH is an amount of a stress increase when the 2% 
prestrained test pieces are heat treated at 170*C for 20 minutes (heat treatment corresponding to baking 

5 finish) and tensile tested again (value obtained by subtracting 2% deformation stress from lower yield stress 
at the time of tensile testing again). Moreover, the secondary work brittle transition temperature is a 
ductility-brittle transition temperature obtained by punching the temper rolled steel sheets to give blanks 
having a diameter of 50 mm, forming cups with a punch having a diameter of 33 mm, and subjecting the 
cups to a drop weight tear test. 

10 It is evident from Table 2 that the steels of the present invention have a high paint bake hardenability 
which has never been obtained in steel sheets of conventional steels having a tensile strength of the same 
level and in addition a very excellent non-aging properties. The principal reason for obtaining the preferable 
results from the steels of the present invention is considered to be as follows: those steel sheets which are 
made to have a mixed structure by adding Mn and Cr have a preferable dislocation density compared with 

75 steel sheets which are made to have a composite structure by adding B. Moreover, the steels of the 
present invention have a low yield strength, excellent surface shaping properties, a large amount of WH and 
a high r-value. Accordingly, the steels are appropriate materials, for example, for outside and inside panels 
of automobiles. 

20 
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Table 1 

OMQieal occpccet. of rmIi (vc.t) (tebf ocotlauad) 



5 


6tMl 

NO. 


C 


il 




9 


B 




Cr 


N 


B 






1-1 


o . ocas 


0.012 


0.34 


0.009 


0.007 


0.05 




0.0017 


0.0005 


0.29 




i-a 


0.0033 


0.00* 


0.70 


0.007 


0.005 


0.06 


0.5 


0.0021 






70 


1-3 


0.0025 


0.011 


0.13 


0.014 


0.006 


0.O4 




0.0016 


0,0032 


2.00 




3-1 


0.0014 


0.013 


1.25 


0.032 


0.006 


0.04 




0.0022 


O.C010 


0.45 






0*0042 


0.010 


L.ao 


0.008 


0.005 


0.04 


0.7 


0.0016 






75 


a-3 


0*0039 


0.021 


0.85 


0.015 


0.009 


0.05 




0.0023 


0.0040 


1.82 




2-4 


0.0027 


0.011 


o.ao 


0,011 


0.007 


0.04 


0.5 


0.0935 


0.0059 


2.36 


20 


2-5 


0.0020 


0.550 


0.10 


0.016 


0.005 


0.04 




0.0016 


0.0002 


C. 13 


3-1 


0.0015 


0.008 


1.54 


0.065 


0.006 


0.04 


1.0 


0.0021 


0.0006 


0.38 




3-2 


0.0038 


0.009 


1.65 


O.070 


0.005 


0.04 




0.0017 


0.0004 


0.24 




3-3 


0.0039 


0.009 


0.15 


0.090 


0.006 


0*04 


0.8 


O.0019 


0.0035 


1.84 


25 


3-4 


0.0041 


0.022 


1.20 


0.025 


0.006 


0.04 




0.0016 


0.0045 


-2.81 




3-8 


0.0030 


O.lffO 


0.55 


0.090 


0.005 


0.04 


0.3 


0.0023 






30 


4-i 


0.0055 


0.009 


1.50 


0.080 


0.006 


0.05 




0.0020 


0.0003 


0.15 




4-3 


0.0031 


0.011 


3.10 


0.075 


0.008 


0.04 


1.3 


0.0018 








4-3 


0.007S 


0.850 


0.35 


0.060 


0,005 


0.05 


0.2 


0.0023 


0.0036 


1.64 


35 


4-4 


0,0028 


0.300 


0.57 


0.130 


0.006 


0.04 


0.5 


0.0016 


0.0004 


0.25 




5-1 


O.0C31 


0.350 


1.95 


O.UO 


0.007 


0.04 


1.0 


0.0033 


0.0006 


0.21 




5-2 


0.0034 


0.013 


2.30 


0.080 


0.007 


0.04 


3.5 


0.0019 


0.0003 


0.16 


40 


8-3 


0.0037 


0.370 


0.40 


0.140 


0.009 


0.04 


0.9 


0.0025 


0.0003 


0.13 



45 



50 
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Tibia 3 




ICttl Seeking tenqp. 
No. °C 


Annealed structure 


Note 


1-1 


090 


nixed structure 


Steel of invention 


1-2 


890 


mixed structure 


Steel of invention 


1-3 


920 


mixed structure 


Cooperative steel 


a-i 


080 


mixed structure 


Steel of invention 


2-2 


MO 


mixed structure 


Steel of invention 




910 


mixed structure 


Cooperative steel 


a -4 


920 


mixed structure 


Oonparetive steel 


2-& 


8SG 


ferritio single 
phase 


Co/mparatlve steel 


3-1 


660 


mixed structure 


Steel of invention 


3-2 


870 


mixed structure 


Steel of invention 


3-3 


920 


mixed structure 


cooperative steel 


3-4 


too 


mixed etructure 


Comparative at eel 


3-5 


■70 


f erritio single 
phase 


Comparative steel 


4*1 


860 


mixed structure 


. Steel of invention 


4-2 


630 


mixed structure 


Steel of invention 


4-3 


9S0 


mixed structure 


Cooperative steel 


4-4 


860 


f erritic •ingle 
phase 


Comparative steel 


S-l 


940 


mixed etructure 


Steel of invention 


5-2 


910 


mixed structure 


Steel of invention 


5-3 


840 


t erritic single 
phase 


Comparative steel 
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5 


ItMl 

ESO. 


yp 
ra a 


T6 

Kgrx/ 


XI 
t 


r 


W 


BH 

*srf/ 


% 


teg*/ 

toe? 


Brittle 
tmwp.*C 


Hoe* 




1-1 


13 


30 


52 


1.8 


4.9 


5.2 


0.0 


23.7 


-80 


61 


70 


1-3 


15 


31 


50 


2*0 


5.3 


6.9 


0.0 


27.1 


•60 


81 




1-3 


20 


30 


45 


1.3 


3.9 


3.2 


0.3 


2T7.1 


-70 


C6 




a-i 


If 


35 


47 


1.9 


5.1 


5.0 


0.0 


24.2 


-70 


81 


f o 


a -a 


17 


37 


45 


1.9 


9.4 


10.1 


0.1 


33.5 


-60 


62 




2-3 


35 


35 


41 


1.3 


4.1 


4.9 


0.6 


34.0 


-70 


06 






37 


36 


35 


1.3 


4.4 


4.0 


0.4 


35.4 


-70 


09 


20 


3-5 


19 


35 


43 


1.4 


2.7 


3.1 


0.2 


24.9 


-30 


06 




3-1 


22 


40 


42 


1.9 


6,5 


5.0 


0.0 


32.2 


-70 


62 




3-2 


23 


42 


42 


1.1 


5.0 


6.5 


0.0 


37.5 


-80 


01 


25 


3-3 


30 


40 


35 


1.2 


4.3 


4.6 


1.1 


38.9 


-ao 


06 




3-4 


29 


41 


34 


1.3 


4.6 


5.2 


1.3 


36.0 


-70 


06 




3*5 


27 


40 


30 


1.3 


3.1 


3.4 


0.4 


33.5 


-30 


06 


30 


4-1 


25 


45 


39 


1.6 


4.3 


u.a 


0.1 


42.6 


-75 


62 




4-3 


34 


46 


39 


1.8 


6.4 


5.9 


0.0 


37.5 


-70 


81 




4-3 


*3 


45 


30 


1.1 


4.4 


4.4 


0.7 


41.2 


-60 


06 


35 


4-4 


30 


45 


34 


1.4 


2.2 


4.2 


0.5 


35.4 


5 


G8 




5-1 


29 


50 


37 


1.7 


7.0 


5.9 


0.0 


40.9 


-70 


6Z 




5-2 


36 


50 ~ 


39 


1.9 


4.4 


4.2 


0.0 


39.1 


-70 


61 


40 


5-3 


39 


50 


39 


1.2 


4.6 


5.7 


0.7 


48.3 


-10 


06 



*tot«i 61 m itMl of invention 
CS * 0oBV«xmtiv» 0t**l 

♦ YP-11 efce*lMd mttmr artificial Aging tbm ftMl *t 100*C for 1 hr 



Example 2 

50 

The influence of the soaking temperature in continuous annealing was investigated using Steel Nos 3-2 
and 3-4 in Table 1 . The conditions for hot rolling and cold rolling were the same as in Example 1 . The cold 
rolled steel sheets were then heated to a soaking temperature from 860 to 930 °C at a rate of 10* C/sec, 
held at the soaking temperature for 50 sec, cooled to 650 ' C at an average rate of 5 • C/sec. and then 
55 cooled to room t mperatur from 650 • C at an average rate of 80 * C/sec to effect continuous annealing. The 
annealed sheets were further temper rolled at a draft of 1.0%. Tensile test pi ces of JIS No. 5 were taken 
from the sheets, and tensile tested. The tensile test results are summarized in Table 3. 
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steel Soaking 


vp 


T8 
* • 


El 






HH 




5 


No. 








t 




Jcgf/irm^ 


togf/nm^ 


% 






840 


22 


42 


43 


1.7 


4.2 


8.1 


0.0 




3-2 


960 


23 


42 


43 


1.8 


4.3 


8.8 


o.o 


70 




900 


22 


42 


42 


1.7 


6.S 


8.7 


0.0 






890 


26 


38 


37 


1.5 


4*4 


3.1 


0.3 






910 


30 


41 


33 


1.2 


4.2 


5.0 


1.2 


75 




930 


93 


45 


30 


1.2 


4*0 


5.1 


1.1 



TahU.1 (ronfrlnu+rtl 



20 


stetl 

NO. 




Br it el* transition 
tmvp. *c 


N0t8 






35.3 


-80 


fteal of invention 


25 


3-2 


38.1 


-80 


fttoal of invention 






37.2 


•80 


fitMl of invention 






33.5 


-50 


Oanparatlv* Btaol 


30 


3-4 


39.2 


-70 


Oononrmtiv* itMS, 






42*1 


•75 


Comparative ttMl 



Notai * VP-11 obtaiMd after artificially aging th* itMl at 100*C for 1 hr 

It is evident from Table 3 that there can be stably obtained a steel of the invention (Steel No. 3-2) 
having excellent material properties even when the soaking temperature is changed. In contrast to the steel, 
Comparative Steel No. 3-4 exhibits a markedly changed strength when the soaking temperature is only 
40 slightly changed. Moreover, the amount of BH and the r-value also vary greatly. 

Example 3 

Steel Nos 3-1 to 3-5 and Steel Nos 4-1 to 4-4 in Table 1 were hot rolled under the following conditions 
45 to give steel sheets having a thickness of 3.8 mm: a slab heating temperature of 1200*C, a finish 
temperature of 930 • C and a coiling temperature of 720 • C. The steel sheets were pickled, and cold rolled 
to give cold rolled steel sheets having a thickness of 0.75 mm. The steel sheets were then heated to the 
same annealing temperature as in Example 1 at a rate of 15°C/sec, cooled at a rate of about 70'C/sec, 
conventionally hot dip coated with zinc at 460° C (Al concentration in the bath: 0.11%), further heated at 
so 520 • C for 20 sec to effect alloying treatment, and cooled to room temperature at a rate of about 20 • C/sec. 
Measurements of the appearance of the coating, the powdering properties and the Fe concentration in the 
coating were made of the alloyed zinc-coated steel sheets thus obtained. The results thus obtained are 
summarized in Table 4. 

55 
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Table 4 



Steel No. 


Coating 
appearance 


Powdering 


Fe concentration % 


Note 


3-1 


© 


5 


10.1 


Steel of invention 


3-2 


e 


5 


9.9 


Steel of invention 


3-3 


A 


3 


2.5 


Comparative steel 


3-4 


X 


2 


3.6 


Comparative steel 


3-5 


XX 


2 


2.7 


Comparative steel 


4-1 


© 


5 


9.5 


Steel of invention 


4-2 


e 


5 


10.3 


Steel of invention 


4-3 : 


XX 






Comparative steel 


4-4 


A 


2 


2.5 


Comparative steel 



Note: *: Measurement becoming impossible 



The appearance of the coating was evaluated under the following criteria: 
©: the coating adhering to the sheet in an area ratio of 100%, 
O: the coating adhering to the sheet in an area ratio of at least 90%, 
A: the coating adhering to the sheet in an area ratio from 60 to 90%, 
x: the coating adhering to the sheet in an area ratio from 30 to 60%, and 
xx: the coating adhering to the sheet in an area ratio of only up to 30%. 

The coating adhesion (powdering) herein was measured by adhesion bending the sheet at an angle of 
180% allowing an adhesive tape to adhere to the bent portion, peeling the tape, and judging the peeled 
state of the zinc coating from the amount of the peeled coating adhering to the tape. The peeled state was 
evaluated by the following five ranks: 1 : a large amount of peeling, 2: a medium amount of peeling, 3: a 
small amount of peeling, 4: a trace amount of peeling, and 5: no peeling. 

Furthermore, the Fe concentration in the coating layer was obtained by X-ray diffraction. 

It is evident from Table 4 that the steels of the present invention exhibit a good coating appearance and 
good powdering properties, and have Fe concentrations in the alloy layer corresponding to that of the 5i 
phase which is considered to be a desirable phase. The results as described above are obtained probably 
because P, B and Si which deteriorate the coating adhesion and retard the alloying reaction rate are 
decreased and Mn and Cr are added in the present invention. Moreover, when Mn and Cr are added, P and 
Si contained in the steels to some extent are found not to impair the coating characteristics of the steels. 

Example 4 

Steel slabs having compositions as shown in Table 5 were hot rolled under the following conditions to 
give steel strips having a thickness of 4.0 mm: a slab heating temperature of 1180 *C, a finish temperature 
of 910* C and a coiling temperature of 600 *C. The strips were pickled, and cold rolled at a draft of 80% to 
give cold rolled steel sheets having a thickness of 0.8 mm. The steel sheets were then continuously 
annealed under the following conditions: a heating rate of 10*C/sec, a soaking temperature from 810 to 
920 • C and a soaking time of 50 sec and an average cooling rate of 60 * C/sec. The resultant sheets were 
further temper rolled at a reduction of 0.5%. Tensile test pieces of JIS No. 5 were taken from the sheets, 
and tensile tested. The tensile test results are summarized in Table 6. 

The amount of WH herein designates an amount of work hardening produced when a tensile strain in 
an amount of 2% is imparted to the test pieces in the rolling direction, and is obtained by subtracting a 
yield stress (YP) from a 2% deformation stress. Moreover, the amount of BH is an amount of stress 
increase produced when the test pieces to which prestrain in an amount of 2% has been imparted are heat 
treated at 170'C for 20 minutes (heat treatment corresponding to paint baking) and tensile tested again 
(value obtained by subtracting the 2% deformation stress from the lower yield stress at the time of tensile 
testing again). Moreover, the secondary work brittle transition temperature is a ductility-brittle transition 
temperature obtain d by punching the temper rolled st el she ts to give blanks having a diameter of 50 
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mm, forming cups with a punch having a diameter of 33 mm, and subjecting the cups to a drop weight tear 
test at various temperatures. 
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50 

It is evident from Table 6 that the steels of the present invention have high paint bak hardenability 
which has never been obtained In steel sheets of conventional steels having a tensile strength of th same 
level, and in addition very excellent non-aging properties. The principal reason for the pr ferable results of 
55 the steels in the present invention is probably as follows: those steel she ts which are made to have a 
mixed structure by adding Mn and Cr have a preferable dislocation density compared with steel sheets 
which are made to have a composite structure by adding B and Nb. Moreover, the steels of the present 
invention have a low yield strength, excellent surface shaping prop rties, a larg amount of WH and a high 
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r-value. Accordingly, the steels are appropriate materials, for example, for outside and inside panels of 
automobiles. 

Example 5 

5 

The influence of the soaking temperature in continuous annealing was investigated using Steel Nos 3-2 
and 3-4 in Table 5. Conditions for hot rolling and cold rolling were the sane as in Example 4. The resultant 
cold rolled sheets were continuously annealed by heating at 10*C/sec, holding at a soaking temperature 
from 860 to 920 * C for 50 sec, and cooling at an average rate of 60 • C/sec. The annealed sheets were 
10 further temper rolled at a reduction of 0.5%. Tensile test pieces of JIS No. 5 were taken from the sheets, 
and tensile tested. The results of the tensile test are summarized in Table 7. 
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It is evident from Table 7 that there can be stably obtained in the present invention steels having 
excellent material properties even when the soaking temperature is changed. In contrast to the steels of the 
55 invention, Comparative Steel No. 3-4 exhibits a markedly changed strength when the soaking temperature is 
only slightly changed. Moreover, the amount of BH and the r-value also vary greatly. 
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Example 6 

The influence of the cooling condition after soaking and holding in continuous annealing was investi- 
gated using Steel Nos 3-2 and 3-4 in Table 5. Conditions for hot rolling and cold rolling were the same as in 
5 Example 4. After cold rolling, the steel sheets were heated at 10°C/sec, held for 50 sec at 800 # C or 
900 °C, cooled to 750 *C at an average rate from 3 to 60*C/sec, and cooled to room temperature at an 
average rate from 750 to 60*C/sec. The sheets were further temper rolled at a reduction of 0.5%. Tensile 
test pieces of JIS No. 5 were taken from the sheets, and tensile tested. The results of tensile test are 
summarized in Table 8. 

10 
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It is evident from Table 8 that Steel No. 3-2 of the invention can extremely stably exhibit excellent 
material properties even when the cooling rate after soaking is changed, in contrast to the steel of the 
invention, Comparativ Steel No. 3-4 exhibits a markedly changed strength when the cooling rate is only 
55 slightly changed. Mor over, the amount of BH and th r-value also vary greatly. 
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Example 4 

St el Nos 3-1 to 3-5 and Steel Nos 4-1 to 4-4 in Table 5 were hot rolled under the following conditions 
to give steel sheets having a thickness of 3.8 mm: a slab heating temperature of 1220*C, a finish 
5 temperature of 900 °C and a coiling temperature of 500 *C. The steel sheets were pickled, and cold rolled 
to give cold rolled steel sheets having a thickness of 7.5 mm. The steel sheets were then heated to the 
maximum heating temperature of 890* C at a rate of 15 # C/sec, cooled at a rate of about 70 # C/sec, 
conventionally hot dip coated with zinc at 460* C (Al concentration in the bath: 0.11%), further heated at 
520 W C for 20 sec to effect alloying treatment, and cooled to room temperature at a rate of about 20*C/sec. 
70 Measurements of the appearance of the coating, the powdering properties and the Fe concentration in the 
coating were made on the alloyed zinc-coated steel sheets thus obtained. The results thus obtained are 
summarized in Table 9. 

The appearance of the coating was evaluated under the following criteria: 
e: the coating adhering to the sheet in an area ratio of 100%, 
75 O: the coating adhering to the sheet in an area ratio of at least 90%, 
A: the coating adhering to the sheet in an area ratio from 60 to 90%, 
x: the coating adhering to the sheet in an area ratio from 30 to 60%, and 
xx: the coating adhering to the sheet in an area ratio of only up to 30%. 

The powdering properties herein were measured by adhesion bending the sheet at an angle of 180 - , 
20 allowing an adhesive tape to adhere to the bent portion, peeling the tape, and judging the peeled state of 
the zinc coating from the amount of the peeled coating adhering to the tape. The amount was evaluated by 
the following five ranks: 1 : a large amount of peeling, 2: a medium amount of peeling, 3: a small amount of 
peeling, 4: a trace amount of peeling, and 4: no peeling. 

Furthermore, the Fe concentration in the coating layer was obtained by X-ray diffraction. 
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It is evident from Table 9 that the steels of the present invention exhibit a good coating appearance and 
good powdering properties compared with conventional steels, and have Fe concentrations in the alloy layer 
corresponding to that of the 5i phase which is considered to be a desirable phase. The results as described 
above are obtained probably because p, B and Si which deteriorate the coating adhesion and retard the 
alloying reaction rate are decreased and Mn and Cr are added in the present invention. Moreover, when Mn 
and Cr are added, P and Si contained in the steels to some extent are found not to impair the coating 
characteristics of the steels. 
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POSSIBILITY OF UTILIZATION IN THE INDUSTRY 

It is evident from the explanation as described above that the present invention may provide a cold 
rolled steel sheet having a paint bake hardenability which heretofore has never been realized and non-aging 

5 properties. Moreover, the steel of the present invention has extremely good press formability, and can 
exhibit a rust-preventive function because the steel is excellent in hot dip zinc coating characteristics. As a 
result, when the steel of the invention is used as a body or frame of an automobile, the sheet thickness can 
be reduced, that is, lightening the body becomes possible. The present invention therefore can greatly 
contribute to the maintenance of the global environment to which much attention has recently been paid. As 

io described above, the industrial significance of the present invention is extremely great. 

Claims 

1. A cold rolled steel sheet excellent in paint bake hardenability, non-aging properties and formability, 
75 which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 
0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 
to 0.20% of Al, from 0.0003 to 0.0060% of N and the balance Fe and unavoidable impurities, and which 
has a mixed structure comprising phases transformed at low temperature and ferrite. 

20 2. The cold rolled steel sheet according to claim 1, wherein the steel sheet further contains less than 
0.0030% by weight of B, said B satisfying the condition B/N£1.5. 

3. The cold rolled steel sheet according to claim 1, wherein the steel sheet further contains from 0.01 to 
3.0% by weight of Cr and less than 0.0030% by weight of B, said B satisfying the condition B/N£1.5. 

25 

4. A cold rolled steel sheet excellent in paint bake hardenability, non-aging properties and formability, 
which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 
0.8% of Si, from 0.8 to 4.0% of Mn, from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 
to 0.1% of Al, from 0.0003 to 0.0060% of N, less than 0.0005% of B, one or two elements selected 

30 from the group consisting of Ti in an amount from 0.003 to 0.1% and Nb in an amount from 0.003 to 
0.1%, and the balance Fe and unavoidable impurities, and which has a mixed structure comprising 
phases transformed at low temperature in an amount greater than 5% based on the total volume and 
ferrite. 

35 5. The cold rolled steel sheet according to claim 4, wherein the steel sheet further contains from 0.01 to 
3.0% by weight of Cr. 

6. A hot dip zinc-coated cold rolled steel sheet excellent in paint bake hardenability, non-aging properties 
and formability, which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, 
40 from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P, from 0.0005 to 0.015% of 
S, from 0.005 to 0.20% of Al, from 0.0003 to 0.0060% of N and the balance Fe and unavoidable 
impurities, and which has a mixed structure comprising a product transformed at low temperature and 
ferrite. 

45 7. The hat dip zinc-coated cold rolled steel sheet according to claim 6, wherein the steel sheet further 
contains less than 0.0030% by weight of B, said B satisfying the condition B/NS1.5. 

8. The hot dip zinc-coated cold rolled steel sheet according to claim 6, wherein the steel sheet further 
contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said B satisfying the 

50 condition B/N:S1.5. 

9. A hot dip zinc-coated cold rolled steel sheet excellent in paint bake hardenability, non-aging properties 
and formability, which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, 
from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn, from 0.005 to 0.15% of P, from 0.0010 to 0.015% of 

55 S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% of N, less than 0.0005% of B, one or two 
elements selected from the group consisting of Ti in an amount from 0.003 to 0.1% and Nb in an 
amount from 0.003 to 0.1%, and the balance Fe and unavoidable impurities, and which has a mixed 
structure comprising phases transformed at low t mperature in an amount gr ater than 5% based on 
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the total volume and ferrite. 

10. The hot dip zinc-coated cold rolled steel sheet according to claim 9, wherein the steel sheet further 
contains from 0.01 to 3.0% by weight of Cr. 

5 

11. A process for producing a cold rolled steel sheet excellent in paint bake hardenability, non-aging 
properties and formability, which comprises heating a slab composed of, in terms of percentage by 
weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 
0.15% of P t from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, from 0.0003 to 0.0060% of N and 

w the balance Fe and unavoidable impurities, hot rolling the slab and finishing hot rolling at a temperature 
of at least (Ar 3 -100)*C to give a hot rolled steel strip, coiling the hot rolled steel strip in a temperature 
range from 800 * C to room temperature, cold rolling the hot rolled steel strip after coiling at a reduction 
of at least 60% to give a cold rolled steel strip, and annealing the cold rolled steel strip by inserting the 
the steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature range 

75 from at least the a-*y transformation temperature to up to the AC3 transformation temperature. 

12. The process for producing a cold rolled steel sheet according to claim 11, wherein the slab further 
contains less than 0.0030% by weight of B, said B satisfying the condition B/NS1.5. 

20 13. The process for producing a cold rolled steel sheet according to claim 11, wherein the slab further 
contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said B satisfying the 
condition B/NS1.5. 

14. A process for producing a cold rolled steel sheet excellent in paint bake hardenability, non-aging 
25 properties and formability, which comprises heating a slab composed of, in terms of percentage by 

weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn, from 0.005 to 
0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% of N, less 
than 0.0005% of B, one or two elements selected from the group consisting of Ti in an amount from 
0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, and the balance Fe and unavoidable 

30 impurities, hot rolling the slab and finishing hot rolling at a temperature of at least (Ar 3 -100) • C to give a 
hot rolled steel strip, coiling the hot rolled steel strip in a temperature range from 800 # C to room 
temperature, cold rolling the hot rolled steel strip after coiling at a reduction of at least 60% to give a 
cold rolled steel strip, and annealing the cold rolled steel strip by inserting the steel strip in an 
annealing furnace whose soaking temperature is adjusted in a temperature range from at least the 

35 a-^transformation temperature to up to the Ac3 transformation temperature. 

15. The process for producing a cold rolled steel sheet according to claim 14, wherein the slab further 
contains from 0.01 to 3.0% by weight of Cr. 

40 16. A process for producing a hot dip zinc-coated cold rolled steel sheet excellent in bake hardenability, 
non-aging properties and formability, which comprises heating a slab composed of, in terms of 
percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, 
from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, from 0.0003 to 
0.0060% of N and the balance Fe and unavoidable impurities, hot rolling the slab and finishing hot 

45 rolling at a temperature of at least (Ar 3 -100) ' C to give a hot rolled steel strip, coiling the hot rolled steel 
strip in a temperature range from 800 • C to room temperature, cold rolling the hot rolled steel strip after 
coiling at a draft of at least 60% to give a cold rolled steel strip, annealing the cold rolled steel strip by 
inserting the steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature 
range from at least the a-+y transformation temperature to up to the Ac 3 transformation temperature, 

so and coating the annealed strip with zinc by immersing the strip in a hot dip zinc coating bath. 

17. The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 16, wherein 
the slab further contains less than 0.0030% by weight of B, said B satisfying the condition B/NS1.5. 

55 1a The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 16, wher in 
the slab further contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said 
B satisfying the condition B/NS1 .5. 
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19. A process for producing a hot dip zinc-coated cold rolled steel sheet excellent in paint bake 
hardenabillty, non-aging properties and formability, which comprises heating a slab composed of, in 
terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of SI, from 0.8 to 
4.0% of Mn, from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 
0.0003 to 0.0060% of N, less than 0.0005% of B, one or two elements selected from the group 
consisting of Ti in an amount from 0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, and the 
balance Fe and unavoidable impurities, hot rolling the slab and finishing hot rolling at a temperature of 
at least (At3-100)*C to give a hot rolled steel strip, coiling the hot rolled steel strip in a temperature 
range from 800 # C to room temperature, cold rolling the rot rolled steel strip after coiling at a reduction 
of at least 60% to give a cold rolled steel strip, annealing the cold rolled steel strip by inserting the 
steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature range from 
at least the a-+y transformation temperature to up to the AC3 transformation temperature, and coating 
the annealed steel strip with zinc by immersing the steel strip in a hot dip zinc coating bath. 

20. The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 19, wherein 
the steel slab further contains from 0.01 to 3.0% by weight of Cr. 
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